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Abstract: Concrete containing limestone blended cement or blended cement with limestone and fly ash have 
noticeably different thermal properties. Maximum temperature rise due to cement hydration plays an 
important role on delayed ettringite formation and thermal cracking of the concrete. However, the maximum 
temperature rise due to cement hydration in the mass concrete floor would be different from thin slabs. The 
purpose of this study is to provide such difference for concrete with limestone blended cement and fly ash 
type C. In this study, results of thermocouple measurement at a new construction laboratory are compared 
via a 1.22m thick mass concrete floor and a 0.18m thin slab at the edge and center point of the foundation. 
The mass floor includes the virtical steel anchors which conduct the generated hydration heat to the bottom 
and surface of the slab. The results show that hydration heat is accumulated at the middle of the mass floor. 
Also, temperature profile of the thin slab and bottom heat flux records mostly follow the ambient temperature. 
In addition, the bottom of the mass floor is affected by hydration heat conducted by vertical steel. 
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1. Introduction 

Concrete is the second most common used material in the world [1]. It has many useful properties 
including durability, sustainability, availability, and economy. The initial hydration reactions of cement are 
exothermic and generate heat. The relatively low thermal conductivity of concrete can cause a thermal gap 
between the concrete and the ambient temperature [2]. Oftentimes, these differences in temperature can be 
quite large and lead to cracking of the concrete as the outer portions of mass concrete cool while interior 
portions of mass concrete remain heated Concrete with limestone blended cement leads to carbon footprint 
reduction and lowers the energy needed to manufacture each ton of cement. 

Thermal properties of concrete have been extensively studied for the design of mass concrete structures as 
well as for cracking and development considerations. The exothermic reaction in cement hydration may 
cause early age strain differentials in concrete contributing to cracking or displacement. While most types of 
individual cements have different heats of hydration due to their chemical composition, the recent rise in 
limestone blended cement as sustainable building material requires a wider investigation for benefits and 
design parameters. Limestone cement may have a better performce secondary cementitious material (SCM) 
in terms of durability. Bentz et al stated that concretes with water to cement ratio more than 0.4 and 
limestone replacement will have higher diffusion rate [3]. Gurney et al showed that using limestone cement 
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can result in set acceleration that can alleviate the retarding effects of SCM replacement [4]. 

Cement is the main parameter in heat generation of concrete sections. There are some different types of 
cements which have different properties. They have been applied for various purposes. There are lots of 
mass concrete structure projects that the temperature control is an important key to avoid or minimize 
cracks [5]. Limestone blended cement is one of the noticeably versatile cements during the 21st century. 
Lower carbon dioxide production and inert filler properties of limestone are the accepted justifications for its 
usage. Therefore, it is necessary to investigate the heat of hydration by limestone blended cement. Rahal V.F 
et al studied the influence of compositional and process variables on the early age hydration of limestone 
blended cement [6]. They concluded that limestone filler reduces the heat due to dilution effect. Lothenbach, 
B. et al stated that limestone will accelerate the initial hydration reaction and affect assemblage of the 
hydrating cement pastes [7]. 

A supplementary cementitious material (SCM) is a material used in combination with portland cement, 
contributes to the properties of the hardened concrete through hydraulic or pozzolanic activity or both. The 
microstructure of cement matrix and durability of concrete are improved because of their pozzolanic effect 
and physical properties [8]. Fly ash is one of SCMs which is a result of the combustion of pulverized coal 
Type C (high calcium) and type F (low calcium) are two most common types of fly ash. The addition of fly ash 
further reduces the mass of blended cement needed per cubic yard of concrete, reducing the energy density 
of the overall concrete [9]. 

Mass concrete is any volume of concrete with dimensions large enough to require measures to be taken to 
overcome heat generation from cement hydration, by reducing the volume change in order to minimize 
cracking [10]. Typically mass concrete is referred to as any structure with any dimension of greater than 
1.5m. Making mass concrete involves use of a high cement percentage. Thick slabs can store more heat of 
cement hydration due to the low thermal conductivity of concrete. 

Some research has been conducted on the subsequent effects of temperature rise in mass concrete 
construction [11]-[13]. If the peak temperature rise exceeds the maximum allowable temperature of the 
concrete structures, some further consideration should be regarded including pre or post cooling of concrete 
section. The purpose of this article is to investigate the thermal monitoring of the concrete with blended 
limestone cement after placing the concrete. The comparison between cement hydration in mass of concrete 
and thin slab is studied 

2. Experiments 

The experimental platform for this research was coordinated with the new construction Laboratory at 
Oklahoma State University. This building was constructed between 2014-2015 with a mass concrete 
structural load floor and large areas for fabrication, offices and training. The building is over 3000 m2 area. 

A 1.22m thick mass concrete floor with 36x14 m2 surface area was placed on 7.5cm mud slab in the 
center of the laboratory. This slab has a heating tube system which is located 15cm below the surface to 
provide heating and cooling comfort for the lab. The mass concrete floor includes the vertical steel, and top 
and bottom mesh. The reinforcement detail of the 1.22m mass floor is shown in Fig. 1. The spacing interval 
of all steel anchor is 1.22m on-center and the diameter of each vertical steel anchor is 3.81cm. Also, 0.18m 
slabs were cast in the fabrication areas; these were placed on 2.5cm polystyrene insulation. 

To study the thermal behavior of concrete floor, concrete mixture proportions need to be recognized The 
main factor of generated heat by cement hydration is paste composed of cement, SCM, and water. The 
mixture proportion design of the concrete slab is presented in Table 1. 
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Fig. 1. Reinforcing detail in the mass floor. 


Table 1. Mix Design of the Site 


Material Type 

Design Quantity [kg] 

Specific Gravity 

Volume [m 3 ] 

Limstone Blended 
Cement 

187.79 

3.15 

0.0597 

Type C Fly Ash 

46.72 

2.65 

0.0175 

Water 

115.46 

1.00 

0.115 

Coarse Agg #57 

784.71 

2.80 

0.2803 

Coarse Agg #2 

188.24 

2.80 

0.0674 

Fine Agg 

559.73 

2.63 

0.2129 

Water Reducer 

0.439 lq 

1.00 

0.01 


Based on Table 1 information, it can be found that site paste has limestone blended cement, Fly Ash plus 
water with 0.49 of water to cementitious material ratio. The aggregate is composed of natural sand as fine 
aggregate and limestone coarse aggregate. Also, It is necessary to look at the chemical composition of this 
type of limestone blended cement which is shown at Table 2. Limestone particles have filler properties. 
Greater densification of the cement paste improves the durability and strength of the sample [14]. 


Table 2. Chemical Composition of Holcim Cement IL [15] 


Cement 

Blaine 

(m 2 /kg) 

-325 

Limestone % 

SiOz 

AI 2 O 3 

Fe 2 03 

CaO 

MgO 

TypeIL 

431 

97.15 

9.43 

19.32 

5.27 

3.26 

63.57 

2.21 


Na 2 0 

KzO 

SOs 

CsS 

CzS 

C 3 A 

C 4 AF 

NAeq 


0.14 

0.59 

2.97 

49.78 

16.37 

8.54 

9.65 

0.53 


3. Instrumentation 

Instrumentation at the site was completed by T-type thermocouples. Thermocouple wires were attached to 
a column of concrete to read the temperature at different elevations of slab depth before casting the concrete. 
The average of two thermocouple readings at each location is used for collecting the temperature data to 
verify the accuracy of the results. All thermocouple wires were connected to a data logger for measuring the 
temperature every 5 minutes. The thermocouples' position in the 1.22m and 0.18m floor is shown in Fig. 2, 
Fig. 3 by triangular dots, respectively. Also, the heat flux sensor was placed at the bottom of thin slab to 
measure amount of heat delivered to the bottom of the thin slab. 
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Fig. 2. Thermocouples location inside of 1.22m thick slab (dimension is meter). 



Fig. 3. Thermocouples location at 0.18m slab (dimension is meter). 


Every floor has two location of temperature measurement on the edge and center point of the slab. The 
edge point is located at 0.3m from the edge of the building and the center point is located at 5m from the edge 
of the building. 

4. Results and Discussion 

The temperature gradient in the mass concrete floor at three different elevations including 0.05m (2 
inches) below the surface, the middle point and the bottom of the slab (on the mud slab), and ambient 
temperature are presented in Fig. 4 and Fig. 5 over 1000 hours for the center and edge point. 



Fig. 4. Thermal gradient after casting the mass concrete (center point). 
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45 

— 2" below surface 

40 — Ambient 



Fig. 5. Thermal gradient after casting the mass concrete (edge point). 


The maximum temperature at the middle of the mass floor is 42.9°C (109.22°F) after 51.75 hours of 
casting the concrete for the center point and 35.31°C (96.8°F) after 56.83 hours for the edge point. The 
temperature trend is not fully followed by the ambient temperature at a deeper distance from the surface of 
the slab. For instance, 0.05m (2 inches) below the surface is more affected by ambient temperature 
fluctuation. By increasing or decreasing the ambient temperature, the temperature of 0.05m (2 inches) below 
the surface will be increased or decreased However, the middle of the slab or mud slab temperature is 
increased because of temperature rise of cement hydration regardless of ambient temperature fluctuation. 
Therefore, the surface of the slab is more affected by ambient temperature rather than cement hydration 
influence. After the hydration peak, the thermal gradient of the middle and mud slab points are fluctuating 
due to the ambient temperature. 

The difference between maximum temperature reached in the middle of slab for the edge and center point 
is 7.17°C. At about 500 hours, the effects of heat of hydration is disappeared As mentioned before, the 
thermal behavior of the thin slab regarding the cement hydration is different from the mass concrete floor. 

The temperature rise in the center point and edge point of the slab would be different because the heat 
could be stored in the center of the slab. This thermal behavior of ground point is shown in Fig. 6 for the 
under the mud slab temperature. 


45 

- Under Mud Slab (Edge) 

-Under Mud Slab (Center) 

35 
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Fig. 6. Temperature profile at the under mass floor for edge and center point. 
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Fig. 6 indicates that the ground (under the mud slab) temperature is also affected the generated heay by 
cement hydration. The vertical steel anchors are responsible for conducting heat to the bottom of slab 
because of considerably higher thermal conductivity than concrete. The difference between maximum 
temperature reached in the middle of slab for the ground point is 5.86°C. It means the heat accumulation in 
the middle of slab would be in a higher rate than the ground point. 

The temperature profile inside of thin slab for the center point is shown in Fig. 7. 



Ambient Temp 

bottom 

middle 

3cm below the surface 


Fig. 7. Thermal gradient after casting the thin concrete slab (center point). 


Due to the thinness of the 0.18m concrete slab, most of the heat of hydration can escape through the top of 
the slab because the bottom and all around the edges of thin slab is surrounded by 2.5cm thermal insulation. 
Heat flux measurement at the bottom of the thin slab for the center and edge point is presented in Fig. 8. 



Bottom Heat Flux (Edge) 

— — — Bottom Heat Flux (Center) 


Fig. 8. Bottom heat flux at the center and edge point of thin concrete slab. 


The heat flux at the bottom of slab for the first 100 hours of concrete casting represents the heat delivered 
to the bottom of the slab. The trend shows the heat flux is affected by weather fluctuation during day and 
night. 

The temperature gradient at the 0.18m slab is shown every day at 12 P.M. and 12 A.M. during one week 
after casting the concrete in Fig. 9 and Fig. 10, respectively. The temperature profiles are shown at a specific 
time of every day to see the temperature change days after casting the concrete. The results are presented in 
days after casting the thin slab concrete. 
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Fig. 9. Temperature gradient in height of thin slab at 12 P.M. of different days (Center). 
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Fig. 10. Temperature gradient in height of thin slab at 12 A.M. of different days (Center). 


Regarding the temperature at noon, the surface of the slab has a higher temperature than the bottom of 
the slab and this variation would be opposite at midnight. Temperature variation inside of the thin slab is 
nearly linear due to the thickness in comparison with the thicker mass concrete floor which has the 
nonlinear temperature gradient with a peak in the middle of slab. As a result, temperature rising in the thin 
slab is not a problem regarding temperature accumulation. 

5. Conclusion 

Summarizing, hydration heat in mass concrete structures because of the potential for thermal cracks and 
delayed ettringite formation should be considered for limstone blended cements. Limestone blended cement 
has a different heat of hydration in comparison with other ordinary portland cements. Based on the 
experiment, maximum temperature at the mass floor occurred at 42.94°C after 51.75 hours for the center 
point and 35.31°C (96.8°F) after 56.83 hours for the edge point. The heat is more accumulated at the center 
point because the center is surronded by the volume of concrete with low thermal conductivity. The vertical 
steel in the mass concrete floor transfers the heat of hydration to the top and bottom of slab because of 
higher thermal conductivity. Therefore, even the ground temperature is affected by hydration heat 
accumulation at the middle of slab. 

In addition, temperature profile in the thin slab is linear and temperature profile in the mass concrete is 
nonlinear due to difference in thickness of slabs. The temperature profile in the thin slab is affected by the 
ambient temperature after casting the concrete. Also, the heat flux measurement and temperature profile in 
the thin slab illustrate that the hydration heat is not accumulated as much as mass floor. 
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